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SOAPS AND PROTEINS

The gelation capacity per grain of sodium linolate in different
alcohols is shown photographically in Fig. 31 and graphically
in Fig. 32. The graph is based upon values shown in Table
XIII.

PlCiUUE 31.
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FlQtJBR 32.

If the gelation capacities of sodium linolate;, oodium oleuU*
and sodium stearate in the different alcohols are compared, read-
ing horizontally across the table, it will be noted that sodium